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JEWELRY & ENAMELING

PROCESSES

Holding

Transferring

the

Size
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on the

Metal

Carving
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Box
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Setting
p. 87

Filing
p. 25

Cleaning
p. 70
Polishing
p. 71

Place the metal to be carved in the shellac
stick, ring clamp, or hand vise, or any other
tool which will hold the article firmly during
the carving process.

Place the stone on the metal.

Scratch the exact size of the girdle of the stone

on the metal to be carved.

Carve just below the surface of the metal on
the line just scratched with an onglette graver.
Remove the metal from the inside of the box
with the flat graver; let the graver meet the
first carved line so as to chip off the metal.
Make the first line of the outline deeper.    .
Remove the metal with the flat graver as before.
Continue the above until the required depth of
the box has been reached.
File away the metal around the box at an angle;
keep the original depth of the metal around the
top of the box as shown in Fig. 62.
Note: The box may be open under the stone

by piercing the metal, leaving a ledge

for the -stone to rest upon.
Remove any scratches with a file and scotch
stone.

Buff with a felt buffing wheel and tripoli.
Polish with a doth buffing wheel and rouge.